Application No. 10/531,873 

Amendments to the Claims : 

The following listing of claims will replace all prior versions, and listings, of claims in 
the application: 

1-6. (Canceled) 

7. (Currently Amended) A method for manufacturing a porous honeycomb 
structure, comprising the steps of: 

mixing and kneading at least an aggregate raw material, water, an organic binder, a 
pore-forming agent, and an alkali metal source to obtain clay, the aggregate raw material 
comprising metal silicon and/or a non-oxide ceramic containing silicon; 

forming the clay into a honeycomb shape having a plurality of cells as passages for 
fluid, followed by drying to obtain a honeycomb formed body; 

calcinating the honeycomb formed body to obtain a calcinated body; and 

firing the calcinated body to obtain the porous honeycomb Gtructuro. structure: 

wherein the clav contains 1 to 10 parts by mass of the alkali metal source in terms of 

alkali metal with respect to 100 parts by mass of the aggregate raw material: and 

wherein the alkali metal source is selected fi-om the group consisting of potassium 

hydroxide and sodium hydroxide. 

8. (Canceled) 

9. (Previously Presented) The method for manufacturing the porous honeycomb 
stmcture according to claim 7, wherein the aggregate raw material contains at least one 
component selected fi*om the group consisting of silicon carbide, silicon nitride, and metal 
silicon; and a total mass of the component(s) is 50% by mass or more of a total mass of the 
aggregate raw material. 

10. (Currently Amended) The method for manufacturing the porous honeycomb 
structure according to claim 8 claim 7 , wherein the aggregate raw material contains at least 
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one component selected from the group consisting of silicon carbide, silicon nitride, and 
metal silicon; and a total mass of the component(s) is 50% by mass or more of a total mass of 
the aggregate raw material. 

1 1 . (Currently Amended) A honeycomb formed body comprising clay containing 
"atJeast an aggregate raw material, water, an organic binder, a pore-forming agent, and an 
alkali metal source, the aggregate raw material comprising metal silicon and/or a non-oxide 
ceramic containing silicon, the honeycomb formed body having a plurality of cells as 
passages for fltridrfluid; 

wherein the clay contains 1 to 10 parts by mass of the alkali metal source in terms of 

alkali metal with respect to 100 parts by mass of the aggregate raw material: and 

wherein the alkali metal source is selected from the group consisting of potassium 

hydroxide and sodixmi hydroxide. 

12. (Canceled) 

13. (Previously Presented) The honeycomb formed body according to claim 1 1, 
wherein the aggregate raw material contains at least one component selected from the group 
consisting of silicon carbide, silicon nitride, and metal silicon, and a total mass of the 
component(s) is 50% by mass or more of a total mass of the aggregate raw material. 

14. (Currently Amended) The honeycomb formed body according to claim 12 
claim 1 1 , wherein the aggregate raw material contains at least one component selected from 
the group consisting of silicon carbide, silicon nitride, and metal silicon, and a total mass of 
the component(s) is 50% by mass or more of a total mass of the aggregate raw material. 
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